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(54) EXHAUST GAS FILTER AND METHOD OF PRODUCING THE SAME 

(57) There is disclosed an exhaust gas filter of 
excellent durability which prevents any crack from 
developing in the surface and interior of the exhaust gas 
filter. A method of producing this exhaust gas filter is 
also disclosed. When this exhaust gas filter is mounted 
on a diesel engine, the diesel engine does not dis- 
charge black smoke. The exhaust gas filter includes a 
filter body made of ceramic, in which a number of cells 
extend axially to open at opposite ends of the body. One 
of opposite axial ends of each of cells is closed by a filler 
in such a manner that the closed ends of the cells and 
the open ends of the cells alternate one another. The 
exhaust gas filter traps the particulates in the exhaust 
gas and then the trapped particulates are burnt out by 
regeneration combustion of the filter. The filter body is 
constituted by a ceramic material, and is so dimen- 
sioned that a specific heat h (cal/g°C) of ceramic pow- 
der constituting the body and a bulk specific gravity d 
(g/cm 3 ) of the exhaust gas filter satisfy the relation 0.12 
(cal/cm 3o C) < hxd s 0.19 (cal/cm 3o C) is established. 
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Description 

BACKGROUND OF THE INVENTION 

5 The present invention relates to an exhaust gas f ilt r suitable for removing black smoke contained in exhaust gas 
from a diesel engine mounted on a bus, a truck, a forWift truck and the like. The present invention also relates to a 
method of producing such an exhaust gas filter, and an exhaust gas purification apparatus provided with such an 
exhaust gas filter. 

Recently, in large cities, air pollution due to NOx and floating particulate matter has been more and more advanced, 
10 and has now become a serious social problem. It is announced that particulates in the black smoke discharged from 
the diesel engine occupies 30% to 40% of the floating particulate matter in the atmosphere, and mutagenic and carci- 
nogenic components, e.g. polynuclear aromatic hydrocarbon such as benzpyrene are contained in the black smoke 
particulates. 

An exhaust gas purification apparatus of the type which arrests or traps the particulates in an exhaust system, and 
is then effects self regeneration is expected to be most effective for dealing with black smoke. This exhaust gas purifica- 
tion apparatus is provided in the exhaust system, and mainly comprises an exhaust gas filter for trapping the black 
smoke particulates in the exhaust gas, and a regenerator for burning to remove the trapped black smoke particulates. 
The regeneration in this regenerator may be effected by an electric heater, a burner, hot air, or a backwash, each of 
which has advantages and disadvantages. 
20 The mainstream of such exhaust gas filters has heretofore been a ceramic monolithic wall flow type filter (herein- 
after referred to as "ceramic monolithic filter") for trapping black smoke particulates disclosed, for example, in U. S. Pat- 
nt No. 4,364,761. 

In Fig. 3 showing a longitudinal sectional view of a conventional ceramic monolithic filter, a reference numeral 1 1 
denotes a cylindrical filter body made of ceramics, and a number of cells 1 2 and 1 3 are formed in this body 1 1 , each 

25 xtending axially. A plug 1 4 made of ceramic is provided in an exhaust gas inlet side end of each of the cells 1 2 and the 
plug 1 4 is also provided in an exhaust gas outlet side end of each of the cells 1 3. These cells 12 and 13 are so arranged 
that they alternate with each other. 

In the exhaust gas filter of this construction, the exhaust gas containing black smoke flows through the cells 13 each 
having the closed outlet side end into the adjacent cells 12 each having the closed inlet side end via porous partition 

30 walls 17. The black smoke is filtered when it passes through the porous partition walls 17, and therefore the black 
smoke particulates are trapped by the porous partition walls 17. When the amount of the trapped black smoke particu- 
lates increases, the porous partition walls 17 are clogged by the black smoke particulates, so that a back pressure of 
an exhaust device of an associated diesel engine increases. Therefore, it is necessary to remove the trapped black 
smoke particulates from the fitter when the amount of them exceeds a predetermined level, so as to suppress the 

35 increase of the load on the engine due to the increment of the back pressure. 

The black smoke particulates contain a fixed carbon component and a soluble organic component soluble in an 
organic solvent. These components are both combustible, and burn out at 650°C or higher though this temperature 
slightly differs depending on the kind of engine and the load condition. Therefore, it has been proposed to burn out the 
trapped black smoke particulates by means of heating means, such as an electric heater, a burner and hot air, so as to 

40 regenerate the porous partition walls 1 7. 

In order to decrease a thermal stress produced by a temperature gradient developing at the time of this regenera- 
tion combustion, the conventional exhaust filter element is made of cordierite which is a typical example of ceramic 
material of a low thermal expansion. For example, Japanese Patent Unexamined Publication No. 62-225249 discloses 
a cordierite honeycomb-structure catalyst carrier. It comprises a honeycomb structure which consists, by weight, mainly 

45 of 42% to 56% Si0 2 , 30% to 45% Al 2 0 3 and 1 2% to 1 6% MgO, and has a crystal phase composed mainly of cordierite, 
and whose porosity is not more than 30%. A thermal expansion coefficient of the honeycomb structure in its axial direc- 
tion at a temperature of 40°C to 800°C is not more than 0.8 x 1 0" 6 , and the thermal expansion coefficient in a diametric 
direction at 40°C to 800°C is not more than 1 .0 x 1 0 6 . Japanese Patent Unexamined Publication No. 2-5201 5 discloses 
a porous ceramic honeycomb filter which consists, by weight, mainly of 42% to 56% Si0 2 , 30% to 45% Al 2 0 3 and 12% 

so to 16% MgO, and has a crystal phase composed mainly of cordierite, and whose porosity is in the range of 40% and 
55%, and a volume of pores of a diameter of not more than 2jim is not more than 0.01 5 cc/g. 

As described above, the exhaust gas filter provided in the exhaust system of the diesel engine is regenerated after 
trapping the black smoke particulates in order to suppress the increase of the back pressure of the exhaust device of 
the diesel engine. In connection with the regeneration combustion, it is required that any crack will not develop in the 

55 surface and interior of the exhaust gas filter even if a thermal stress develops in the filter itself, and that any melting 
damage due to a temperature rise caused by abnormal combustion will not develop in the exhaust gas filter. 

However, in either conventional examples, the cracks and the melting damage develop simultaneously in the 
exhaust gas filter due to an abrupt temperature rise and the high combustion temperature during the regeneration com- 
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bustion of the exhaust gas filter. 

The inventors of the present application actually conducted a test in which a conventional exhaust gas f ilt r com- 
posed mainly of cordierite was mounted in an exhaust system of a diesel engine, and the black smoke particulates were 
trapped at 1 5 g per unit volume (1 liter) of the exhaust gas filter, and then the filter was regenerated by an electric heater. 

5 The thermocouple indicated that the temperature rise rate of a specified portion of the fitter during the reg neration 
combustion reached 50°C/min., and the combustion temperature reached 1 ,400°C. Then, the exhaust gas filter 21 sub- 
jected to the regeneration combustion was removed from the exhaust system of the engine, and was inspected. As a 
result, it was confirmed that cracks 22 developed in the surface of the filter body as shown in Fig. 4, and that the interior 
of the filter body partially melted down. 

10 Also, an exhaust gas filter which consisted, by weight, mainly of 42% to 56% Si0 2 , 30% to 45% Al 2 0 3 and 12% to 
16% MgO, and had a crystal phase composed mainly of cordierite was mounted in an exhaust system of a diesel 
engine, and there was carried out a cyclic test in which after the engine was operated for 5 hours under predetermined 
conditions, the trapped black smoke particulates were burned out for regeneration. During the second operation, black 
smoke was discharged from an exhaust outlet port. Then, the exhaust gas filter was removed from the exhaust system 

15 of the engine and inspected. As a result it was found that large cracks were formed in the surface of the filter. 

The conventional exhaust gas filter has a bulk specific gravity d of about 0.45g/cm 3 . A ceramic material, constituting 
a body of the exhaust gas filter used in the above test, was pounded into powder in an agate mortar to measure its spe- 
cific heat h. Its value is about 0.204cal/g°C, and the product hxd of the bulk specific gravity and the specific heat is rel- 
atively small, i.e., about 0.092cal/cm 3o C. 

20 Thus, in the conventional exhaust gas filter composed mainly of cordierite, the product hxd, the specific heat per 
unit volume, is relatively small, and therefore the filter is subjected to an abrupt temperature rise during the regeneration 
combustion effected after it traps the black smoke, and tends to reach a higher combustion temperature. From this, it is 
presumed that cracks and melting damage develop because of the abrupt temperature rise and high combustion tem- 
perature during the regeneration combustion. 

25 

SUMMARY OF THE INVENTION 

It is therefore an object of this invention to provide an exhaust gas filter in which an abrupt temperature rise will not 
occur in the filter during regeneration combustion of the filter, and the combustion temperature is kept relatively low so 

30 that cracks and melting damage will not develop in the surface and interior of the filter, thereby achieving excellent dura- 
bility of the exhaust gas filter. 

According to one aspect of the present invention, there is provided an exhaust gas filter in which a product hxd of 
a specific heat h (cal/g°C) of the powder of a ceramic constituting the filter body and a bulk specific gravity d (g/cm 3 ) of 
the exhaust gas filter is between 0.12 and 0.19, namely 0.12 (cal/cm 3o C) <> hxd < 0.19(cal/cm 3o C), and the regeneration 

35 combustion temperature is not more than 70% of a melting point of the ceramic. With this construction, there is obtained 
the exhaust gas filter in which an abrupt temperature rise will not occur during the regeneration combustion of the 
exhaust gas filter, and any crack and melting damage will not develop in the surface and interior of the exhaust gas filter 
body. 

According to another aspect of the invention, there is provided a diesel engine provided with an exhaust gas filter 
40 of excellent durability in which a product tixd of a specific heat h (cal/g°C) of the powder of a ceramic constituting the 
filter body and a bulk specific gravity d (g/cm 3 ) of the exhaust gas filter is between 0.12 and 0.19, namely 0.12 
(cal/cm 3o C) ^ hxd ^ 0.19(cal/cm 3o C). TTiere is obtained an exhaust gas purification apparatus for a diesel engine and 
the like, in which black smoke will not be discharged from an exhaust outlet port during the operation of the engine. 

45 BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a schematic cross-sectional view showing a preferred embodiment of an exhaust gas filter of the present 
invention mounted on a diesel engine; 

Fig. 1 A is a fragmentary perspective view showing a filter body shown in Fig. 1 ; 
so Fig. 2 is a cross-sectional view showing a filter body before baking thereof; 

Fig. 3 is a cross-sectional view of a conventional ceramic monolithic filter; and 

Fig. 4 is a perspective view showing the conventional exhaust gas filter after regeneration combustion. 

DESCRIPTION OF PREFERRED EMBODIMENTS 

55 

In Fig. 1, an exhaust gas filter according to one embodiment of the present invention which is housed in a casing 
includes a cylindrical filter body 31. The exhaust gas flows from a diesel engine 36 towards an outlet port 39 through 
the filter. The filter body 31 comprises a plurality of inlet cells 33 and a plurality of outlet cells 34. In the drawings, in 
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order to make the explanation simple the number of cells are substantially reduced. These cells 33 and 34 are quadratic 
prisms, and axially extend to opposite ends thereof. An outlet side end of each of the inlet ceils 33 is closed by a plug 
32, and an inlet side end of each of the outlet cells 34 is also closed by a plug 32. As shown in Fig. 1 A, the inlet cells 
33 and the outlet cells 34 diametrically alternate with one another through partition walls 35. The exhaust gas including 

5 black smoke from the diesel engine 36 flows into the inlet cells 33, and is filtered by the partition walls 35 and then flows 
out to the outlet cells 34. The exhaust gas from which the black smoke particulates are removed by the partition walls 
35 flows out from the outlet port 39. 

An electric heater 38 is provided in the casing adjacent the outlet side ends of the cells 33 and 34 and a blower 37 
is provided in a passage between the casing and the outlet port 39. After the operation of the diesel engine 36 for a 

10 predetermined time period, air is fed towards the filter by means of the blower 37 and is heated by means of the electric 
heater 38. Accordingly, the black smoke particulates trapped in the partition walls 35 are burnt out, thereby suppressing 
the increase of a back pressure of an exhaust device of the diesel engine 36. Namely, there can be achieved the regen- 
eration combustion of the exhaust gas filter body 31 in which the trapped black smoke particulates are removed by com- 
bustion, using the electric heater 38 as an ignition source. 

15 A method of producing the exhaust gas filter is described hereinafter. 

Aluminum titanate based powder composed mainly of aluminum titanate, a binder containing hydroxypropylmethyl 
cellulose, a lubricant of polymeric ester, a pore-forming agent of polyethylene, and water are blended in the rate shown 
in Table 1 . Then, they are mixed by a high-speed mixer for 3 minutes, and kneaded for 30 minutes to 120 minutes by a 
kneader to become a ceramic plastic material. 

20 



Table 1 





Blend ratio (weight part) 


Aluminum titanate powder 


100 


Binder 


20 


Lubricant 


5 


Pore-forming agent 


18 


Water 


30 



Using a vacuum extruder having a die capable of forming a lump of the ceramic plastic material into a cylindrical 
filter body, the ceramic plastic material is formed into a molded filter body having a number of prism cells extending in 

35 an axial direction, of a diameter of 170 mm and a height (length) of 180 mm. Then, the extruded (molded) filter body is 
dried using a microwave dryer and a hot air type dryer, and baked at 1 ,450 °C to 1 ,530°C for 1 hour to 4 hours so that 
its bulk specific gravity is not less than 0.6 (g/cm 3 ) and not more than 1.0 (g/cm 3 ). It is finished up into the exhaust gas 
filter body 31 shown in Fig. 1 , having a diameter of 140 mm and a height of 150 mm. Under baking conditions in which 
the body is baked at under 1 ,450 °C, the bulk specific gravity becomes less than 0.6 (g/cm 3 ), while under baking con- 

40 ditions in which the body is baked at beyond 1 ,530 °C, the bulk specific gravity becomes more then 1 .0 (g/cm 3 ). 

The exhaust gas filter body 31 has a cylindrical body having a number of cells 33 and 34 each extending in the axial 
direction, and a plug 32 is provided in either one of the opposite ends of each of the cells 33 and 34 in such a manner 
that the closed end and the open ends diametrically alternate one another in the end surface of the filter body 31 . The 
exhaust gas filter body 31 does not have any structural defect such as a crack in the surface and in the interior thereof, 

45 and deformation in the porous partition walls 35, and therefore has the good configuration and structure. 

When the bulk specific gravity d of the finished exhaust gas filter body 31 is measured from its own weight and vol- 
ume, its value is 0.84 g/cm 3 . A small piece of the exhaust gas filter 31 is taken therefrom and crushed into powder in an 
agate mortar, and the specific heat h is measured by a differential scanning calorimeter (manufactured by SEIKO 
ELECTRONICS K. K.). The specific heat is 1 88 cal/g°C. The product hxd is 0.158 caI/cm 3o C, which means that the cal- 

50 orie required to raise the temperature of unit volume (1 cm 3 ) of the exhaust gas filter body 31 by 1 °C. 

As shown in Fig. 1 , the obtained exhaust gas filter 31 is mounted on an exhaust system of a diesel engine (manu- 
factured by TOYOTA MOTOR COMPANY LTD.) with a displacement of 3,431 cc, and the engine is operated for a pre- 
determined time period at a rotation torque 21 kgm, and engine speed 1,500 rpm, and black smoke particulates are 
trapped by the exhaust gas filter body 31 at a rate of 15 g per unit volume (1 liter) of the filter body. Thereafter, the 

55 trapped black smoke particulates are burned out by the electric heater 38 as the ignition source while feeding the air by 
means of the blower 37 at a rate of about 70 liters per minute, thereby effecting the regeneration combustion of the 
exhaust gas filter 31. 

By means of a plurality of thermo couples (Pt-PtRh13%) inserted respectively into predetermined positions within 
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the exhaust gas filter 31 and connected to a chopper bar-type hybrid recorder, the combustion temperature (regenera- 
tion combustion curve) with respect to the lapse of time is recorded. The temperature rising rate (°C/min.) and the com- 
bustion temperature ar detected accordignly. After regeneration combustion, the exhaust gas filter 31 is removed from 
the exhaust system of the diesel engine and inspected whether or not any crack and melting damage have developed. 
The conventional exhaust gas filters each having a diameter of 140 mm and a height of 150 mm and being made of 
different materials are selected and examined under the same conditions as described above. Results are shown in 
Table 2. 
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55 

As is clear from Table 2, the exhaust gas filters of the present invention satisfy the condition 0.12 ^ hxd < 0.19, 
where h is the specific heat (cal/g°C) of the ceramic powder, constituting the body of the exhaust gas filter, and d is the 
bulk specific gravity (g/cm 3 ) of the exhaust gas filter. As compare with the conventional filters, in the filters according to 



6 



I 



EP0873 775A1 



the present inv ntion, the abrupt temperature rise and the increase of the combustion temperatur during the regener- 
ation combustion are suppressed, and as a result th re are obtained the stable exhaust gas filters of the invention in 
which any crack and any melting damage do not develop in the surface and int rior of the exhaust gas filters. If the value 
hxd exceeds 0.19 (cal/cm 3o C), the combustion temperature does not rise sufficiently and then any crack and any melt- 

5 ing damage do not develop. However, in such case, due to low combustion temperature, the solid carbon component 
and the soluble organic component in the trapped black smoke particulates cannot be burnt up fully. Therefore, the con- 
dition 0.12 £ hxd £ 0.19 is preferable. 

Further, with respect to the exhaust gas filter of the present invention, the test in which the filter is subjected to 
regeneration combustion after the black smoke is trapped is repeated 50 times under the same conditions as described 

w above. Neither crack nor melting damage is not developed in the exhaust gas filter. H is therefore confirmed that the 
exhaust gas filter of the invention has an excellent durability. In the exhaust gas filter of the invention, the regeneration 
combustion temperature at which the trapped particulates are burnt out by combustion is not more than 70% of the 
melting point of the ceramic material constituting the body of the exhaust gas filter. 

On the other hand, with respect to the conventional exhaust gas filters, regardless of whether the filter body is made 

is of cordierite or mullite. the product (hxd) of the bulk specific gravity d of the exhaust gas filter and the specific heat h of 
the ceramic powder constituting the filter body is smaller than that of the exhaust gas filters of the invention. Therefore, 
when the regeneration combustion, an abrupt temperature rise of more than 50 °C/min. (which may be an abnormal 
combustion) occurs, and then the combustion temperature becomes high. As a result, the crack and the melting dam- 
age develops in the exhaust gas filter. 

20 With respect to the conventional exhaust gas filter made of cordierite, the test in which the filter is subjected to the 
regeneration combustion after the black smoke is trapped is conducted under the same conditions as described above. 
During the second trapping operation of the filter, the black smoke appears from the exhaust outlet port 39 of the diesel 
engine, and therefore the exhaust gas filter is removed and inspected. As a result it is found that the cracks have devel- 
oped in the surface of the filter, and the melting damages have developed locally in the interior of the filter. 

25 As described above, if the bulk specific gravity d of the exhaust gas filter and the specific heat h of the ceramic pow- 
der constituting the body of the exhaust gas filter are so selected that the product hxd satisfies the relationship 0.12 ^ 
hxd s 0.19 (cal/cm^C), there will not develop any crack due to a thermal stress produced by an abrupt temperature rise 
during the regeneration combustion. Besides, the combustion temperature is kept stable at a temperature of not more 
than 70% of the melting point of the ceramic material constituting the body of the exhaust gas filter, and when this 

30 exhaust gas filter is mounted on the diesel engine, the black smoke will not be discharged. Therefore, in the present 
invention, there can be provided the exhaust gas filter having the excellent reliability and durability, and also there can 
be provided various kinds of vehicles having a diesel engine provided with this exhaust gas filter. 

(Second Embodiment) 

35 

Aluminum titanate powder composed mainly of aluminum titanate, a binder of methyl cellulose, a lubricant of poly- 
meric ester, a pore-forming agent of an organic polymeric material, and water are blended in the ratio shown in Table 
3. Then, they are mixed by a high-speed mixer for three minutes, and then kneaded twice through a screw-type 
kneader, and further passed through three rolling mills to form a ceramic plastic material. 



Table 


3 




Blend ratio (weight part) 


Aluminum titanate powder 


100 


Binder 


18 


Lubricant 


4 


Pore-forming agent 


17 


Water 


28 



Using a vacuum extruder having dies, the ceramic plastic material is formed into a filter body blank provided with a 
number of cells extending axially, whose diameter is about 170 mm and height is about 300 mm. Then, the extruded 
55 (molded) filter body blank is covered at an outer periphery thereof with a lapping film. The filter body blank is dried using 
a microwave dryer and a hot air-type dryer, and then bakes as shown in Fig. 2. 

A sheath 43 and a ceramic base 44 defines therebetween a space for the filter body blank 41 . Ceramic powder 42 
of alumina is filled between the blank 41 and the sheath 43. The filter body blank 41 and the ceramic powder 42 are 
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baked at a temperature between 1 ,470°C and 1 ,530°C for four hours, and then finished, thereby providing a baked filter 
body having a diameter of 140 mm, a height of 150 mm and a bulk specific gravity d of not less than 0.6 (g/cm 3 ). 

One of opposite ends of each of cells of the baked filter body thus obtained is closed by a filler composed mainly 
of aluminum titanate, in such a manner that at ends of the filter body, the closed end of the cell and the open end of the 

5 cell alternate with one another. Then, the filter body with the fillers is dried and then heat-treated at a temperature of 
1,350 °C to 1,400 °C. thereby providing an exhaust gas filter of the invention. Like the exhaust gas filter of the first 
embodiment, the thus obtained exhaust gas filter body is a cylindrical body having a number of cells extending in the 
axial direction, and at ends of the filter body, the closed end of the cell and the open end of the cell alternate with one 
another. The exhaust gas filter does not have any structural defect (which would be caused by disadvantages encoun- 

io tered during the production) such as a crack in the surface and in the interior of the exhaust gas filter and deformation 
in porous partition walls, and therefore has the good configuration and structure. 

Then, a bulk specific gravity d of the obtained exhaust gas filter and a specific heat h of the ceramic power consti- 
tuting the filter body are measured in the same manner as described for the first embodiment, and the product hxd is 
calculated, its value is 0.162 cal/cm 3o C. Then, this exhaust gas filter is mounted on an exhaust system of a diesel 

is engine (manufactured by TOYOTA MOTOR COMPANY LTD.) with a displacement of 3,431 oc. and the engine is oper- 
ated for a predetermined time period under predetermined conditions (torque: 21 Kgm; engine speed: 1 ,500 rpm). The 
black smoke particulates are trapped by the exhaust gas filter at a rate of 10 g per unit volume (1 liter) of the filter, and 
then the trapped black smoke particulates are burned out by an electric heater (serving as an ignition source) while 
feeding the air from a blower at a rate of about 50 liters per minute, thereby effecting the regeneration combustion of the 

20 exhaust gas filter. This process is repeated. 

As a result, the diesel engine provided with the exhaust gas filter of the invention does not discharge the black 
smoke from an exhaust outlet port after the test (that is, the trap of the black smoke particulates and the regeneration 
combustion) is repeated 1 20 times, and also any crack and melting damage do not develop in the exhaust gas filter, and 
no trapped black smoke particulates remain unburned. Under the same conditions as described above, a conventional 

25 exhaust gas filter made of cordierite is tested. As a result, during the 15th trapping operation, the black smoke is dis- 
charged from the exhaust outlet port of the diesel engine, and it is found that the cracks and the melting damage have 
developed in the exhaust gas filter. 

The main component of the body of the exhaust gas filter is not limited to aluminum titanate, and any other suitable 
main component may be used in so far as the bulk specific gravity d of the exhaust gas filter and the specific heat h of 

30 the ceramic powder constituting the body of the exhaust gas filter satisfy the following relation 0. 1 2 <, hxd <> 0. 1 9. 

As described above, in this embodiment, also, there can be obtained the exhaust gas filter which satisfies the rela- 
tion 0.12 < hxd <: 0.19. Therefore, there can be achieved the diesel engine of excellent reliability provided with the 
exhaust gas filter in which neither crack nor melting damage due to an abrupt temperature rise during the regeneration 
combustion develops, and the trapped black smoke particulates do not remain unburned. thus enabling the good regen- 
ts eration combustion. 

In the present invention, there is provided the exhaust gas filter which satisfies the relation 0.12 £ hxd <, 0.19. 
Therefore, in the regeneration combustion after the black smoke containing the particulates from the diesel engine is 
trapped, the combustion temperature, at which the trapped particulates are burnt out, does not beyond 70% of the melt- 
ing point of the ceramic material constituting the body of the exhaust gas filter. Further, since an abrupt temperature rise 

40 and an abnormal combustion are not encountered, there can be obtained the exhaust gas filter of excellent durability in 
which neither crack nor melting damage develops. 

When the exhaust gas filter of the invention is mounted on the exhaust system of the diesel engine, black smoke is 
not discharged from the exhaust outlet port of the engine. Further, when the test (that is, the trap of the black smoke 
particulates and the regeneration combustion) is repeated, neither crack nor melting damage develop in the surface 

45 and in the interior of the exhaust gas filter, thus enabling the good regeneration combustion, and therefore there can be 
obtained the diesel engine having the excellent reliability. 

Claims 

so 1 . An exhaust gas filter for trapping particulates in an exhaust gas, which particulates are adapted to be burnt out by 
means of regeneration combustion, said filter comprising: 

a cylindrical body made of ceramic material, said body being so dimensioned that a specific heat h (ca!/g°C) 
of ceramic powder constituting said body and a bulk specific gravity d (g/cm 3 ) of said exhaust gas filter satisfy 
55 the relation 0.12 (cal/cm 3o C) <> hxd <. 0.1 9 (cal/cm 3o C); 

a number of hollow cells provided in said body, each of which extends in a direction of an axis of said body to 
open at opposite ends of said body; and 

a filler closing one of opposite axial ends of each of said cells in such a manner that at the opposite ends of 
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said body, the closed ends of the cells and the open ends of the cells alternate one another 

An exhaust gas filter according to Claim 1 , in which the bulk specific gravity of said exhaust gas filter is in the range 
of between 0.6 (g/ cm 3 ) and 1 .0 (g/cm 3 ). 

An exhaust gas filter according to Claim 1 or Claim 2, in which said ceramic material comprises aluminum titanate 
as a main component. 

A method of producing an exhaust gas filter, comprising the steps of: 

extruding a ceramic plastic material containing a pore-forming agent into a filter body blank having a number 
of cells each extending in a direction of an axis of said filter body blank to open at opposite ends thereof; 
drying said extruded filter body blank; 

baking said dried filter body blank at a temperature between 1 ,450 °C to 1 ,530 °C for 1 hour to 4 hours to bake 
the same; and 

closing one of opposite ends of each of said cells by a filler in such a manner that the opposite ends of said 
cells are alternately closed by said fillers, thereby forming exhaust gas passages. 

A method according to Claim 4, in which said ceramic plastic material comprises aluminum titanate as a main com- 
ponent. 

A diesel engine comprising an exhaust system and onto which an exhaust gas filter as defined in Claim 1 or 2 is 
mounted. 

A diesel engine according to Claim 6, in which said ceramic material constituting a filter body of said exhaust gas 
filter comprises aluminum titanate as a main component. 
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FIG. 1 
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FIG. 2 
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